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CORE IDENTIFICATION 



A WEB-WINDING MEANS 
L'S Serial No. iO'7!9J20 - Invcntcr(s): Ms'chsei R. McGove.i: et a! 




BASF ULTRADUR B4500 PBT 
PBT 



6E VALOX 325 PBT 



GE LEXAN WR-2210 
POLYCARBONATE + LUBE 



BASF ULTRADUR 4300 
K4 20%G.8PBT 

BASF ULTRADUR B4520 S5 
PBT U_ 



NOVA 5104 HIPS 



ECP CHECK CORE 



VOLUME LOSS (CUBIC MILLIMETERS) 
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COEFFICIENT OF 

FRICTION 




<SPI FINISH 


Finish type 


MOLD TEXTURE 
(RA MICRONS, 
MEASURED) 


(+2 STD) 


(-2STD) 


AVG. 


blu 


HPS INOVACOR "5I04-) 


600 GRIT PAPER 


0.10 


0.63 


0.53 


0.58 


0O27 


Al 


#3 DIAMOND BUFF 


0.02 


0.32 


0.28 


0.30 


0019 


1 A3 


#/5 DIAMOND BUFF 


0.04 


0.28 


0.24 


0.26 


O.Ol 


D2E 


EDM. CHARMILLES 18 


0.80 


0.29 


0.23 


0.26 


0.015 


Bl 


600 GRIT PAPER 


0.10 


0.24 


0.18 


0.21 


0.017 


Dl 


ni2 GLASS BEAD 


0.37 


0.24 


0.18 


0.21 


0.017 


C3 


320 STONE 


0.29 


0.25 


0.17 


0.21 


0.021 


D2 


4tl0 GLASS BEAD 


0.37 


0.26 


0.16 


0.21 


0.025 


CI 


600 STONE 


0.32 


0.21 


0.17 


0.19 


0.01 


B3 


320 GRIT PAPER 


023 


0.21 


0.15 


0.18 


0.015 


03 


EDM, CHARMILLES 24 


1.57 


0.2 


0.1 


0.15 


0.026 



0.35 

0.3 
0.25 

0.2 
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0.05 - 
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FIG 6 



A WEB-WINDING MEANS 
US Serial No. 10719,120 - Inventor(s): NHchsri R. McGovcm ct al 





HIPS 
NOVA "5104" 


PBT 

GE "VALOX 325" 


TENSILE ELEONGATION 


55% 


200% 


FLEXURAL STRENGTH 


62 MPa 


83 MPa 


TENSILE STRENGTH 


27MPa 


52 MPa 


FLEXURAL MODULUS 


2,300 MPa 


2,300 MPa 



FIG 7 




